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(54) Method of controlling fine particulate flowback In subterranean wells 

(57) A weflbore penetrating a subterranean forma- 
tion is treated with a fluid whereby fine particulate flow- 
back is reduced or prevented. The method includes the 
steps of providing a fluid suspension including a mixture 
of a particulate coated with a tackifying compound, 
pumping the suspension into a subterranean formation 
and depositing the mixture within the formation whereby 
the tackifying compound retards movement of at least a 
portion of any fine particulate within the formation upon 
flew of fluids from the subterranean formation through 
the we! bore. Alternatively, the tackifying compound may 
be introduced into a subterranean formation in a diluent 
containing solution to deposit upon previously intro- 
duced particulates to retard movement of such particu- 
lates and any fines subject to flow with production of 
fluids from the subterranean formation. 
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Description 

This invention relates to a method of treating a subterranean formation containing fines to control migration thereof. 

Transport of particulate solids during the production of hydrocarbons from a subterranean formation is a continuing 
5 problem. The transported solids can erode or cause significant wear in the hydrocarbon production equipment used in 
the recovery process. The solids also can clog or plug the weltoore thereby limiting or completely stopping fluid produc- 
tion. Further, the transported particulates must be separated from the recovered hydrocarbons adcfing further expense 
to the processing. 

The particulates which are available for transport may be present due to the nature of a subterranean formation 
10 and/or as a result of weD stimulation treatments wherein proppant is introduced into a subterranean formation. 

In the treatment of subterranean formations, it is common to place particulate materials as a filter medium and/or 
a proppant in the near weltoore area and in fractures extending outwardly from the wellbore. In fracturing operations, 
proppant is carried into fractures created when hydraulic pressure is applied to these subterranean rock formations to 
a point where fractures are developed. Proppant suspended in a viscosrfied fracturing fluid is carried outwardly away 
15 from the wellbore within the fractures as they are created and extended with continued puirping. Upon release of pump- 
ing pressure, the proppant materials remain in the fractures holding the separated rock faces in an open position form- 
ing a channel for flow of formation fluids back to the wellbore. 

Introduction of the proppant materials into the fracturing fluid often results in the crushing of some portion of the 
proppant material as H passes through the pumping and mixing equipment to enter the subterranean formation. This 
20 fine crushed material may have a particle size ranging from slightly below the size of the original proppant material to 
less than 600 mesh oh the U.S. Sieve Series. Also, when the formation closes at the conclusion of the treatment some 
crushing of the proppant material may occur producing additional fines. Even when proppant crushing does not occur, 
the subterranean formation may itself release fines from the face of the created fractures as a result of spalling, scour- 
ing of the formation wall which causes formation particulate to be mixed with the proppant and the like. These fine for- 
25 mation materials also may range from formation grain size to less than 600 mesh. The fines may comprise sand, shale 
or hydrocarbons such as coal fines from coal degasif ication operations and the like. When the wellbore subsequently 
is produced, the fines tend to move into the proppant pack in the fracture tending to reduce the permeability of the pack. 
The fines also can flow with any production from the wellbore to the surface. 

This undesirable result causes undue wear on production equipment and the need for separation of solids from the 
30 produced hydrocarbons. Fines f lowback often may be aggravated by what is described as "aggressive* flowback of the 
well after a stimulation treatment Aggressive flowback generally entails flowback of the treatment fluid at a rate of from 
about 0.001 to about 0.1 barrels per minute (BPM) per perforation of the treatment fluids which were introduced into the 
subterranean formation. Such flowback rates accelerate or force closure of the formation upon the proppant introduced 
into the formation. The rapid flowrate can result in large quantities of fines flowing back into the near weltoore as closure 
35 occurs causing permeability loss within the formation. The rapid flowback is highly desirable for the operator as it 
returns a wellbore to production of hydrocarbons significantly sooner than v/ould result from other techniques. 

Currently, the primary means for addressing the formation particulate or fines problem is to employ resin-coated 
proppanls or resin consolidation of the proppant which is not capable of use in aggressive flowback situations. Further, 
the cost of resin-coated proppant is high, and is therefore used only as a tail-in in the last five to twenty five percent of 
40 the proppant placement Resin-coated proppant is not always effective at forming a filtration bed since there is some 
difficulty in placing it uniformly within the fractures and. additionally, the resin coating can have a deleterious effect on 
fracture conductivity. Resin coated proppant also may interact chemically with common fracturing fluid crossllnking sys- 
tems such as guar or hydraxypropylguar with organo-metallics or borate crosslinks. This interaction results in altered 
crosslinWng and/or break times for the fluids thereby affecting placement. 
45 In unconsolidated formations, it is common to place a filtration bed off gravel in the near-wellbore area in order to 
present a physical barrier to the transport of unconsolidated formation fines with the production of hydrocarbons. Typi- 
cally, such so-called "gravel packing operations" involve the pumping and placement of a quantity of gravel and/br sand 
having a mesh size between about 10 and 60 mesh on the U.S. Standard Sieve Series into the unconsolidated forma- 
tion adjacent to the wellbore. Sometimes multiple particle size ranges are employed within the gravel pack. It is some- 
so times also desirable to bind the gravel particles together in order to form a porous matrix through which formation fluids 
can pass while straining out and retaining the bulk of the unconsolidated sand and/or fines transported to the near wefl- 
bore area by the formation fluids. The gavel particles may constitute a resin-coated gravel which is either pre-cured or 
can be cured by an overt lush of a chemical binding agent once the gravel is in place It has also been known to add 
various hardenabte binding agents or hardenabf e adhesives directly to an overflush of unconsolidated pave! in order to 
ss bind the particles together. Various other techniques also are described in U.S. Patent 5,492.1 78, the entire disclosure 
of which is incorporated herein by reference. 

U. S. Patents 5.330,005, 5.439.055 and 5,501 ,275 disclose a method for overcoming the difficulties of resin coating 
proppants or gravel packs by the incorporation of a fibrous material in the fluid with which the particulates are intro- 
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duced into the subterranean formation. The fibers generally have a length ranging upwardly from about 2 milimeters 
and a diameter of from about 6 to about 200 microns. Ftbrillated fibers of smaller diameter also may be used. The f bers 
are believed to act to bridge across constrictions and orifices in the proppant pack and form a mat or framework which 
holds the particulates in place thereby limiting particulate flowback. The fibers typically result in a 25 percent or greater 
5 loss in permeability of the proppant pack that is created in comparison to a pack without the fibers. 

While this technique may function to limit some flowback, it foils to secure the particulates to one another in the 
manner achieved by use of resin coated particulates. 

U.S. Patent 5,551 ,514 discloses a method for sand control that combines resin consolidation and placement of a 
fibrous material in intimate mixture with the particulates to enhance production without a gravel pack screen. 
10 It would be desirable to provide a method which wil bind greater numbers of fines particles to the proppant material 
in such a manner that it further assists in preventing movement or flowback of particulates from a weltbore or formation 
without significantly reducing the permeability of the particulate pack during aggressive flowback of treatment fluids. 

We have now devised a method of treating a subterranean formation containing fines, to inhibit the flow of the fines 
back through the we! bore with the production of hydrocarbons, without significant effects upon the permeability of the 
is particulate pack. 

According to present invention, there is provided a method of treating a subterranean formation to control fines 
migration, which method comprises the steps of introducing a treatment fluid into a subterranean formation through a 
wellbore at a rate and pressure sufficient to create at least one fracture in said formation; admixing with at least a por- 
tion of said fluid, a particulate which is introduced into and subsequently deposited within said fracture; admixing with 

so at least a portion of said particulate an effective amount of a liquid or solution of a tackrfying compound whereby at least 
a portion of said particulate is at least partially coated by said compound such that the continuous critical resuspension 
velocity of said at least partially coated particulate is increased by in excess of about 30 percent when tested at a level 
of 0.5% active material by weight over said particulate alone with water; depositing the tackrfying corrpound coated par- 
ticulate in the subterranean formation; and flowing back fluid from the formation whereby the tackifying corrpound 

25 coated particulate retards movement of at least a portion of any fine particulate flowing back to said wellbore within said 
formation by adhering said fines to said coated particulate. 

in the method of the invention, the particulate material coated with tackifying compound adheres to fine particulate 
material thereby creating agglomerates which bridge against other particles in the formation to prevent particulate flow- 
back and fines migration. The tackrfying compound also may be introduced into the subterranean formation prior to or 

so after introduction of the proppant particulate. 

The coated material is effective in inhibiting the flowback of fine particulate in a porous pack having a size ranging 
from about that of the proppant material to less than about 600 mesh in intimate admixture with the tackifying compound 
coated particulates. 

The coated material is effective in consolidating fine particulate in the form of agglomerates in a formation as a 
36 result of a fracturing or gravel packing treatment performed on a subterranean formation during aggressive flowback of 
the treatment fluid. 

In accordance with present invention, a liquid or solution of a tackifying compound is incorporated in an intimate 
mixture with a particulate material such as conventional proppants or gravel packing materials and introduced into a 
subterranean formation. 

40 As used in this specification, the term "intimate mixture" will be understood to mean a substantially uniform disper- 
sion of the components in the mixture. The term "simultaneous mixture" will be understood to mean a mixture of com- 
ponents that are blended together in the initial steps of the subterranean formation treatment proems or the preparation 
for the performance of the treatment process. 

The coated particulate or proppant material may comprise substantially any substrate material that does not unde- 

45 sirable chemically interact with other components used in treating the subterranean formation. The material may com- 
prise sand, ceramics, glass, sintered bauxite, resin coated sand, resin beads, metal beads and the like. The coated 
material also may comprise an addrtional material that is admixed with a particulate and introduced into a subterranean 
formation to reduce particulate flowback. In this instance the additional substrate material may corrprise glass, ceramic, 
carbon composites, natural orsynthetfcporymercormetalandt^^ 

so ings, platelets and the like. In this instance, the additional substrate material generally wil be admixed with the particu- 
late in an amount of from about 0.1 to about 5 percent by weight of the particulate. 

The tackifying compound comprises a liquid or a solution of a compound capable of forming at least a partial coat- 
ing upon the substrate material with which it is admixed prior to or subsequent to placement in the subterranean forma- 
tion. In some instances, the tackrfying compound may be a solid at ambient surface conditions and upon initial admixing 

55 with the particulate and after heating upon entry into the welbore for introduction into the subterranean formation 
become a melted liquid which at least partially coats a portion of the particulate. Compounds suitable for use as a tack- 
ifying compound comprise substantially any compound which when in fiqukJ form or in a solvent solution will form a non- 
hardening coating, by themselves, upon the particulate and preferably will increase the continuous critical resuspension 
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velocity of the particulate when contacted by a stream of water as hereinafter described in Example I by in excess of 
about 30 percent over the particulate alone when present in a 0.5 percent by weight active material concentration. Pref- 
erably, the continuous critical resuspension velocity is increased by at least 40 percent over particulate alone and most 
preferably at least about 50 percent over particulate alone. A particularly preferred group of tackifying compounds com- 

5 prise polyamides which are liquids or in solvent solution at the temperature of the subterranean formation to be treated 
such that the polyamides are, by themselves, non-hardening when present on the particulates introduced into the sub- 
terranean formation. A particularly preferred product is a condensation reaction product comprised of commercially 
available polyacids and a polyamine. Such commercial products include compounds such as mixtures of dibasic 
acids containing some trimer and higher oligomers and also small amounts of monomer acids which are reacted with 

10 polyamines. Other polyacids include trimer acids, synthetic acids produced from fatty acids, maleic anhydride and 
acrylic acid and the like. Such acid compounds are available from companies such as Wrtco Corporation, Union Camp, 
Chemtall, and Emery Industries. The reaction products are available from, for example, Champion Technologies, Inc. 
and Wrtco Corporation. 

In general, the polyamides of the present invention are commercially produced in batchwise processing of polyac- 
15 ids predominately having two or more acid functionalities per molecule with a polyamine. As is well known in the man- 
ufacturing industry, the polyacids and polyfunctional amines are introduced into a reactor where, with agitation, the 
mildly exothermic formation of the amide salt occurs. After mixing, heat is applied to promote endothermic dehydration 
and formation of the polymer melt by polyoondensation. The water of reaction is condensed and removed leaving the 
pofyamide. The molecular weight and final properties of the polymer are controlled by choice and ratio of feedstock, 
20 heating rate, and judicious use of monofuncttonai acids and amines to terminate chain propagation. Generally an 
excess of polyamine is present to prevent runaway chain propagation. Unreacted amines can be removed by distilla- 
tion, if desired. Often a solvent such as an alcohol, is admixed with the final condensation reaction product to produce 
a liquid solution that can readily be handled. The condensation reaction generally is accomplished at a temperature of 
from about 225°F to about 450°F under a nitrogen sweep to remove the condensed water from the reaction. The 
25 polyamines can comprise, for example, ethyl enediamine. diethylenetriamine. tri ethylene tetraamine. amino ethyl piper- 
azine and the like. 

The polyamides can be converted to quaternary compounds by reaction with methylene chloride, dimethyl sulfate, 
benzylchloride, diethyl sulfate and the like. Typically the quaternization reaction would be effected at a temperature of 
from about 1 00 to about 200°F over a period of from about 4 to 6 hours. 

30 The quaternization reaction may be employed to improve the chemical compatibility of the tackifying compound 
with the other chemicals utilized in the treatment fluids. Quaternization of the tackifying compound can reduce effects 
upon breakers in the fluids and reduce or minimize the buffer effects of the compounds when present in various fluids. 

Additional compounds which may be utilized as tackifying compounds include liquids and solutions of, for example, 
polyesters, polycarbonates and polycarbamates, natural resins such as shellac and the like. 

35 The surprising discovery has been made that a tackifying compound can also be produced by the reaction of a 
polyackJ such as previously described with a multivalent ion such as calcium, aluminum, iron or the like. Similarly, vari- 
ous polyorganophosphates, polyphosphonates, polysulfates, polycarboxylates, or polysilicates may be reacted with a 
multivalent ion to yield a tackifying compound. If retardation of the rate of reaction is desired, esters of the above com- 
pounds may be utilized which will then react with the multivalent ion as the esters hydrolyze at the subterranean forma- 

40 Hon temperatures in the treatment fluids. Alternatively, chelates may be formed with known chelating agents such as 
citric acid, hydroxypropionates and the like to retard the rate of reaction. Further, it has been found possible to generate 
the tackifying compound in-situ within the subterranean formation by introduction of the polyacid to contact multivalent 
ions present in the treatment fluid within the subterranean formation. The multivalent ions may be either naturally occur- 
ring in the formation or introduced with the treatment fluid. 

45 The tackifying compound is admixed with the particulate in an amount of from about 0.05 to about 3.0 percent 
active material by weight of the coated particulate. It is to be understood that larger quantities may be used, however, 
the larger quantities generally do not significantly increase performance and could undesirably reduce the permeability 
of the particulate pack. Preferably, the tackifying compound is admixed with the particulate introduced into the subter- 
ranean formation in an amount of from about 0.1 to about 2.0 percent by weight of the coated particulate. 

so When the tackifying compound is utilized with another material that is to be admixed with the particulate and which 
is to be at least partially coated with the tackifying compound, such as glass fibers or the like, the compound is present 
in an amount of from about 10 to about 250 percent active material by weight of the glass fibers or other added material 
and generally from about 0.05 to about 3 percent active material by weight of the quantity of particulate with which the 
coated material is intimately admixed. Preferably the tackifying compound is present in an amount of from about 10 to 

55 about 1 50 percent of the material which is to be at least partially coated with the tackifying compound and then added 
to the particulate. At least a portion of the tackifying compound introduced with the additional material will contact and 
coat at least a portion of the particulate with which it is ad 

The liquid or solution of tackifying compound interacts mechanically with the policies of particulate introduced into 
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the subterranean formation and the adhered fines to limit or prevent the f lowback of fines to the wellbore. 

The liquid or solution of tackifying compound generally is incorporated with the particulate in any off the conven- 
tional fracturing or gravel packing fluids comprised of an aqueous fluid, an aqueous foam, a hydrocarbon fluid or an 
emulsion, a viscosifying agent and any of the various known breakers, buffers, surfactants, clay stabilizers or the like. 

5 Generally the tackifying compound may be incorporated into fluids having a pH in the range of from about 3 to 
about 12 for introduction into a subterranean formation. The compounds are useful in reducing particulate movement 
within the formation at temperatures from about ambient to in excess of 275°F. It is to be understood that not every tack- 
ifying compound will be useful over the entire pH or temperature range but every compound is useful over at least some 
portion of the range and individuate can readily determine the useful operating range for various products utilizing well 

10 known tests and without undue experimentation. 

It has been discovered that the incorporation of or addition of certain surfactants to the fluid suspension can 
improve or facilitate the coating of the tackifying compound upon the particulate. The addition of selected surfactants 
has been found to be beneficial at both elevated fluid salinity and elevated fluid pH as wei as at elevated temperatures. 
The surfactants appear to improve the wetting of the particulates by the tackifying compound. Suitable surfactants 

15 include: nonionics, such as, long chain carboxylic esters such as propylene glycol, sorbitol and polyoxyethytenated 
sorbitol esters, polyoxyethylenated alkylphenois, afcyphenol, ethoxylates, alkygluoosades, alkanolamine condensates 
and alkanolamtdes; anionics, such as, carboxylic acid salts, suiphortic acid salts, sulfuric ester salts and phosphorric 
and polyphosphoric acid esters; cationics, such as, long chain amines and their salts, quaternary ammonium scats, 
polyoxyethylenated long chain amines and quaternized polyoxyethylenated long chain amines; and zwrtteiion, such as 

20 n-aJkyfbetaines. 

The liquid or solution of tackifying compound generally is incorporated with the particulate as a simultaneous mix- 
ture by introduction into the fracturing or gravel packing fluid along with the particulate. Fracturing fluids are introduced 
into the subterranean formation at a rate and pressure sufficient to create at least one fracture in the formation into 
which particulate then is introduced to prop the created fracture open to facilitate hydrocarbon production. Gravel pack- 

25 ing treatments generally are performed at lower rates and pressures whereby the fluid can be introduced into a forma- 
tion to create a controlled particle size pack surrounding a screen positioned in the wellbore without causing fracturing 
of the formation. Alternatively the gravel pack may be performed without a screen, if consolidatable particulate is uti- 
lized, and the pack may fill the wellbore. Thereafter, the pack may be drilled out flushed or reamed to open a passage 
in the bore, if necessary. The particulate pack surrounding the wellbore then functions to prevent fines or formation par- 

30 ticulate migration into the wellbore with the production of hydrocarbons from the subterranean formation. The tackifying 
compound may be introduced into the fluid before, after or simultaneously with introduction of the particulate into the 
fluid. When the tackifying compound is generated in -situ in the formation, the reactants may be introduced individually 
as described above for the tackifying compound and the multivalent ion source may be naturally occurring or introduced 
into the formation. The liquid or solution may be incorporated with the entire quantity of particulate introduced into the 

3s subterranean formation or it may be introduced with only a portion of the particulate, such as in the final stages of the 
treatment to place the intimate mixture in the formation in the vicinity of the wellbore. For example, the tackifying com- 
pound may be added to only the final 20 to 30 percent of the particulate laden fluid introduced into the formation. In this 
instance, the intimate mixture will form a tail-in to the treatment which upon interaction within the formation with the par- 
ticulate will cause the particles to bridge on the agglomerates formed therein and prevent movement of the particles into 

ao the wellbore with any produced fluids. The tackifying compound may be introduced into the blender or into any flowline 
in which it will contact the material to be at least partially coated by the compound. The compound may be introduced 
with metering pumps or the like prior to entry of the treatment fluid into the subterranean formation. 

In an alternate embodiment, the particulate may be premixed with the tackifying compound prior to admixing with 
a treatment fluid for use in a subterranean formation. 

45 The surprising discovery has been made that when a polyamide is utilized as the tackifying compound, ferrous 
metal in contact with the treatment fluid has been found to exhibit extended corrosion inhibition. It has been determined 
that minute amounts of the polyamide are dissolved from the coated particulate by hydrocarbons flowing through the 
formation and into the welfoore and that such quantities provide extended corrosion protection to the ferrous metals 
contacted thereby and that also are in contact with aqueous fluids introduced into or produced from the subterranean 

so formation. The polyamide material appears to coat or form a very thin fim on the ferrous metal surfaces protecting them 
from contact with aqueous fluids. 

In yet another embodiment of the invention wherein a previously performed fracturing treatment or gravel pack is 
producing back proppant or formation fines with the production of hydrocarbons, a remedial particulate control treat- 
ment may be performed In the instance, the tackifying compound is admixed with a diluent such as for example, crude 

55 oil distillates, butyl alcohol, isopropyt alcohol, a heavy aromatic solvent such as xylene, toluene, heavy aromatic naptha 
or the like, mutual solvents such as ethylene glycol monobutyl ether, propylene carbonate or rvmethyipyroJidone or the 
like. The tackifying compound generally will be present in an amount of from about 0.5 to about 30 percent by volume 
of the solution to be used to treat the subterranean formation. The tackifying compound also may be admixed with 
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selected surfactants and other additives that do not adversely react with the compound to prevent fries control. The 
tacWfying compound containing solution is introduced into the subterranean formation preferably at a rate and pressure 
below the fracture gradient for the subterranean formation. The tacWfying compound tends to contact and at least par- 
tially coat at least a portion of the proppant or gravel which previously has been introduced into the formation. 

5 Th© coating of the proppant or gravel causes the larger particles to subsequently tend to adhere to one another 
resulting in the formation of particulate bridges in the formation upon the resunrption of hydrocarbon production. As 
fines in the produced fluids contact the tacWfying compound coated particulates in the subterranean formation, the fines 
tend to become bound to the larger particulates and are prevented from migrating through the proppant or gravel pack 
with produced hydrocarbons. Introduction of the tacWfying compound solution into the subterranean formation at matrix 

10 flow rates (rates below that necessary to exceed the fracture gradient and cause fracture formation) tends to minimize 
the posstoility of additional fines release within the formation. If it is desired to redistribute proppant in a subterranean 
formation or reopen or extend fractures into the subterranean formation, the tacWfying compound solution can be intro- 
duced into the subterranean formation at a rate and pressure sufficient to fracture the subterranean formation. Any fines 
that may be produced as a result of the fracturing operation tend to become bound to and adhere to the particulate that 

15 is least partially coated by the tacWfying compound as it is deposited within the subterranean formation. 
Reference is made hereafter to the accompanying drawings wherein: 

Figure 1 provides a schematic illustration of a test apparatus utilized to determine the critical resuspension velocity 
for a coated substrate material. 
20 Figure 2 provides a graphical illustration of sample permeability. 

Figure 3 provides photomicrographs of untreated and treated samples illustrating fines retention. 

To further illustrate the present invention and not by way of limitation, the foHowing Examples are provided. 
25 EXAMPLE K 

The evaluation of a liquid or solution of a compound for use as a tacWfying compound is accomplished by the fol- 
lowing test. A critical resuspension velocity is first determined for the material upon which the tacWfying compound is to 
be coated. Referring now to Figure 1, a test apparatus is illustrated for performing the test The apparatus comprises a 

so W glass tee 10 which is connected to an inlet source 12 of water and an outlet 14 disposal line is blocked to fluid flow 
A water slurry of particulate is aspirated into the tee 10 through inlet 12 and collected within portion 16 by filtration 
against a screen 18. When portion 16 of tee 10 is full, the vacuum source is removed and a plug 20 is used to seal the 
end of portion 16. The flow channel from inlet 12 to outlet 14 then is swabbed clean and a volumetrically controlled 
pump, such as a "MGYNO" pump, is connected to inlet 12 and a controlled flow of water is initiated. The velocity of the 

35 fluid is slowly increased through inlet 12 until the first particle of particulate material is picked up by the flowing water 
stream. This determines the baseline for the starting of the resuspension velocity. The flow rate then is further increased 
until the removal of particles becomes continuous. This determines the baseline for the continuous resuspension veloc- 
ity. The test then is terminated and the apparatus is ref iled with particulate having a coating corresponding to about 0 5 
percent active material by weight of the particulate applied thereto. Similar trends generally are seen in the results when 

40 the concentrations tested are from about 0.1 to about 3 percent, however, the 0.5 percent level which is within the pre- 
ferred application range is preferred for standardization of the procedure. The test is repeated to determine the starting 
point of particulate removal and the velocity at which removal becomes continuous. 

The percent of velocity increase (or decrease) then is determined based upon the initial or continuous baseline 
value. The results of several tests employing the preferred polyamide of the present invention, and conventional epoxy 

45 and phenolic resins known for use in consolidation treatments in subterranean formations with 1 2/20 and 20/40 mesh 
sand are set forth below in Table I. 



TABLE I 



Test No. 


Particulate Size 


Coating Agent, % V/Wt 
Particulate 


Percent Of Velocity Change 
At 








Starting 


Continuous 


1 


20/40/mesh sand 


none 


0 


0 


2 


20/40 mesh sand 


1/2 percent polyamide 


192 


222 


3 


20/40 mesh sand 


1 percent polyamide 


271 


391 
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5 



Test No. 


Particulate Size 


Coating Agent, % V/Wt 
Particulate 


Percent Of Velocity Change 
At 








Starting 


Continuous 


4 


20/40 mesh sand 


1/2 Dercent Dhenotic 


-0.5 


6.5 


1 5 


20/40 mesh sand 


1 oercent Dhenolic 


-9 


-6.8 


5 


20/40 mash sand 

b w f w i * loot i mil 


1/2 Dercent enow 


-9 


-1.2 


7 


20/40 mesh sand 


1 Dercent adoxv 


5.2 


12.2 


9 


12/20 mesh sand 


1/2 Dercent Doivamide 


228 


173 


9 


12/20 mesh sand 


1 percent polyamkJe 


367 


242 


10 


12/20 mesh sand 


1/2 percent phenolic 


42 


22 


11 


12/20 mesh sand 


1 percent phenolic 


42 


13 


12 


12/20 mesh sand 


1/2 percent epoxy 


48 


30 


| 13 


12/20 mesh sand 


1 percent epoxy 


38 


15 



The data dearly illustrates the substantial increase in the critical resuspension velocity of a particulate coated with 
the tackifying compound in comparison to other known formation consolidation agents which require hardening to be 
effective. 

25 

EXAMPLE II 

To illustrate the ability of the tackifying compound to control fines, the following tests were performed. 
Two sand slurries were prepared and placed in 1 inch diameter, 36 inch taJ glass columns having a screen and a 
30 one hole plug stopper at their lower ends which was sealed off. The slurries comprised 250 ml. of a 25 lb/1000 gallon 
hyd rated guar, 300 grams 20/40 mesh Brady sand containing 7.4% by weight of 50 mesh and smaller fines material, 
0.5 ml enzyme breaker and 0.5 ml. borate crosslhriker. One percent by weight of the tackifying compound of the present 
invention was added to the second slurry. 

The slurries were allowed to sit static for 48 hours. The first column settled to a height of 21.125 inches and the 
as tackifying compound containing sample settled to a height of 21 .875, inches. 

The broken fluids were removed from the columns above the settled sand in the columns and replaced with water. 
The columns were attached to a constant head water supply. While maintaining the water supply constant, the hole in 
the bottom stopper was opened, water flow rates and permeabilities were determined. The sand packs had settled dur- 
ing the water flow to 20.5 inches and 21 .625 inches respectively. 
40 The flow was resumed, using kerosene and flow rates and permeabilities were determined. Pack heights settled to 
20. 1 25 inches and 21 .437 inches, respectively. 

The difference in the permeability of the packs in the columns is illustrated in the chart comprising Figure 2. The 
difference in the final pack height is an indication of the agglomeration of the fines with the larger particles preventing 
close packing by fines movement as occurs in the untreated column. The lower permeability of the untreated pack also 
45 indicates fines migration has occurred. 

The stabilization properties of the method of the present invention also are determined by flow through an Ameri- 
can Petroleum Institute approved simulated fracture flow cell. 

The cell contains Ohio sandstone cores having a proppant bed size of about 1.5 inches in height, about 7 inches 
in length and about 0.25 inches in width between the cores, The bed is initially prepacked with 20/40 mesh sand by 
so introducing the sand into the cell in an aqueous slurry or a gelled fluid containing 40 pounds of guar per 1000 gallons 
of aqueous fluid. The ceil is fitted with a 0.3 inch hole at one end to simulate a perforation. The hole is visfcle through a 
sight glass so that proppant production, if any. through the hole can be visually determined. 

The conductivity of the pack is determined at a stress loading of 2000 and 3000 psi for the untreated sand. 
The cell then was cleaned and packed with another proppant pack containing 0.5 percent by weight tackifying oom- 
55 pound for testing. The results of the tested materials are set forth in Table II. below 
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TABLE II 



5 





CONDUCTIVITY ( mD/ft at 




2000 psi loading 


3000 psi loading 


untreated sample 
treated sample 


4251 
5130 


3487 
3829 



Figure 3 presents photomicrographs of a portion of the sand packs from the untreated and treated sarrples after 
removal from the flow cell. The difference in the free fines content of the two samples is readily apparent in the photos. 
The untreated sample contains significant quantities of free fines whereas the fines are found to be primarily attached 
to the larger sand particles in the treated sample. 

15 

EXAMPLE III 

To illustrate the effectiveness of the tackifying compound in controlling fines, the following turbidity tests were per- 
formed. A series of samples were prepared containing a quantity of 100 grams of 20/40 Brady frac sand admixed with 
20 1 00 ml of tap water. A selected quantity of tackifying compound was admixed with a sample and the turbidity of the solu- 
tion was determined. The turbidity was measured in Formazin Turbidity Units utilizing a Coleman Junior II Spectropho- 
tometer, Model 6-20. The results are set forth in Table III, below. 



TABLE III 



SAMPLE 


TACKIFYING COM- 
POUND, ml 


TURBIDITY, FTU 


1 


0 


43 


2 


0.25 


38 


3 


0.5 


18 


4 


1.0 


12 



35 

The tests were repeated using 20/40 Brady frac sand to which is added 0.2 grams of silica flour to simulate a high 
fines content. The turbidity was measured as previously described. The results are set forth in TABLE IV, below. 

40 TABLE IV 



SAMPLE 


TACKIFYING COM- 
POUND, mi 


TURBIDITY, FTU 


1 


0 


337 


2 


0.25 


137 


3 


0.5 


56 


4 


1.0 


29 



50 

The data dearly illustrates the ability of the tackifying compound to control fines movement in the fluid and to bind 
the fines to proppant materials which are coated by the tackifying confound. 

EXAMPLE IV 

55 

To illustrate the effect of the tackifying compound on controlling fines migration in coal seams two treatments are 
performed on adjacent wells in Colorado on a gas containing coal seam producing at a depth of from about 1 850 to 
about 21 00 ft at a bottomhole temperature of about 1 1 0°F. The treatments are performed down 5 1/2 inch casing. The 
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treatments comprised approximately 2000 gallons off 1 5% acetic acid, 24,000 gallons of a guar containing pad, 60,000 
gallons of a fracturing treatment including approximately 300,000 pounds of 1 2/20 sand and 2000 gallons of flush fluid. 
The fracturing fluid comprised a borate crosslinked fluid containing 20 tos guar per 1 000 gallons of fluid. The f bid also 
contained day control additives, surfactants, gel breakers and biockJe. One treatment included approximate 1 .0 percent 

5 tackifying compound added to the sand during performance of the treatment 

The initial production of the wells was about 180 MCF per day and about 180 BWPD. Post frac production after 
cleanup of fracturing treatment fluid on the well without fines control is about 500 MCF and about 400 BWPD. The well 
having the treatment utilizing fines control techniques of the present invention after clean up of fracturing treatment fluid 
is producing about 800 MCF per day and about 600 BWPD. The first well is producing fracturing treatment sand and 

w coal fines into the wellbore along with the production of gas. The well treated with the tackifying compound is not pro- 
ducing measurable amounts of fines or fracturing treatment sand. 

EXAMPLE V 

75 To illustrate the corrosion inhibition of a film of the tackifying compound comprising polyamides, the following tests 
were performed on carbon steel coupons weighing approximately 1 gram at 160°F. in simulated sweet and sour well 
conditions. 

Test fluids are placed in sealed bulk containers and purged for a minimum of six hours with carbon dioxide. For sour 
gas tests, h^S then is bubbled into the container for 1 5 to 20 minutes. The proper amount of polyamide is dispensed by 

20 syringe into each test bottle. The test bottles are 7 ounce capacity. The blank samples contain no polyamide. Each bot- 
tle is purged with carbon dioxide to displace air and a previously weighed and cleaned sample coupon is placed in the 
bottle. A quantity of 108 ml of NACE brine and 12 ml of kerosene then are added to the bottles from the purged bulk 
containers. The bottles are capped and placed on a rotating wheel and rotated for 1 hour at 160°F. ± 10°F. The bottles 
then are removed from the wheel and the coupons are transferred to bottles containing brine and kerosene without 

25 inhibitor under a carbon dioxide purge to rinse the coupons. The blanks are not transferred since the blank sanrple bot- 
tles contain no inhibitor. The bottles are returned to the rotating wheel for an additional hour. The bottles then are 
removed from the wheel and the coupons are transferred to bottles having the same brine and kerosene mix without 
the polyamide. The transfer is effected under a carbon dioxide purge and the bottles are returned to the wheel for an 
additional 72 hours at about 160°F. to determine corrosion effects on the samples. Sanples containing hfeS were 

30 returned to the wheel only for 24 hours. After completion of the exposure time, the coipons are retrieved from the bot- 
tles, cleaned, dried and weighed. The corrosion loss then is determined. Each sample is run in triplicate and the values 
are averaged to determine the loss for a sample condition. The results of the tests are set forth in Table V below. 



TABLE V 





Sample 


Polyamide Concentra- 
tion, ppm 


H2S Present 


Corrosion Rate, Ibs/ft2 




1 


0 


No 


8.564 


40 


2 


2500 


No 


1.233 




3 


50 


No 


1.103 




4 


0 


Yes 


3.193 




5 


2500 


Yes 


0.183 




6 


50 


Yes 


0.455 



The polyamide film formed on the ferrous metal surface in contact with the aqueous fluid provided significant cor- 
so rosion protection in comparison to samples having no film as a result of contact with the tackifying conpound. 

While the present invention has been described with regard to that which is currently considered to corrprise the 
preferred embodiments of the invention, other embodiments have been suggested and still other embodiments will 
occur to those individuals skilled in the art upon receiving the foregoing specification. 

55 Claims 

1. A method of treating a subterranean formation to control fines migration, which method comprises the steps of 
introducing a treatment fluid into a subterranean formation through a wellbore at a rate and pressure sufficient to 
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create at least one fracture in said formation; admixing with at least a portion of said fluid, a particulate which is 
introduced into and subsequently deposited within said fracture; admixing with at least a portion of said particulate 
an effective amount of a liquid or solution of a tackifying compound whereby at least a portion of said particulate is 
at least partially coated by said compound such that the continues critical resuspension velocity of said at I east par- 
tially coated particulate is increased by in excess of about 30 percent when tested at a level of 0.5% active material 
by weight over said particulate alone with water; depositing the tackifying compound coated particulate in the sub- 
terranean formation; and flowing back fluid from the formation whereby the tackifying compound coated particulate 
retards movement of at least a portion of any fine particulate flowing back to said wellbore within said formation by 
adhering said fines to said coated particulate. 

2. A method according to claim 1 , wherein said tackifying compound is admixed with said particulate in an amount of 
from 0.05 to 3.0 percent by weight of said particulate. 

3. A method according to claim 2, wherein said tackifying compound is admixed with said particulate In an amount of 
from 0. 1 to 2 percent by weight of said particulate. 

4. A method according to daim 1 , 2 or 3, wherein said coated particulate has a continuous critical resuspension veloc- 
ity in excess of 50 percent over said particulate alone. 

5. A method according to claim 1, 2, 3 or 4. wherein said tackifying compound comprises a liquid or solution of a 
polyamide. 

6. A method according to claim 1,2, 3 or 4, wherein said tackifying compound comprises predominantly a condensa- 
tion reaction product of a dimer acid containing some trimer and higher oligomers and some monomer acids with 
a polyamine. 

7. A method according to claim 6. wherein said polyamine comprises at least one member selected from the grotp of 
ethylenediamine, diethylenetriamine, triethylenetetraamine. tetraethylene pentaamine and aminoethylpiperazine. 

8. A method according to claim 6 or 7. wherein said tackifying compound has been quatemized. 

9- A method according to any of claims 1 to 8, wherein said particulate comprises sand, ceramic particles, resin 
coated sand, hardened resin beads, sintered bauxite, metal particles or glass particles, or any mixture of two or 
more thereof. 

10. A method according to any of claims 1 to 9, wherein the treatment fluid includes a further particulate material 
selected from metal, natural or synthetic polymers, ceramics and glass. 

11. A method according to claim 10. wherein said further particulate material is in the form of ftoers. beads, ribbons, 
flakes, platelets or shavings. 
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